fiUG-18-2003 HON 02:06 PM BSKB ' FAX HO. 703 205 8050 



Attorney Docket No: 1155-0241P 
Application No. 10/046.73S 
page 6 



Ci^i^ A daily use mi«cell.neoua article con«>rising th« 
injectionmolded articl* of claim 8.- - 

Claims 1-16 reniain pending after amendment. 

Claim Anan^^ ^^*^*^ 

By this a««nd«nent. editorial amendments are «ade in clai«« 
1-4 and.6>ia. New clain^ 11-1^ are added which correspond to 
claims 9 and 10. No new matter ie added by this amendment. 

Allowabi T-^^fcy of Claime 

Applicants thanlc the Examiner for the indication of 
allowance of claims 1-8. In view of the above amendments, it is 
t)«lieved that all pending claims are now allowable. 



Obi action to Claims 

Claims 9 and 10 stand objected to on the ground that they 
are improper multiple dependent claims. In response, claims 9 
and 10 are amended and new claims 11-16 added corresponding to 
claims 9 and 10. 
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^ . result Of .u=h an«ndn»«t3, the dep.na««:y of these 
i3 belie^d to be proper «d the ohdection should be 

withdravnn. 

Th. epsUoation is no. believd to b. In condition tor 
.Uo«n« and an early indication of ^ i. 
solicited. 

If necessary, the Commissioner i3 l^ereby authorized in 
thi,. concurrent, and future replla- to charge payment or credit 
any overpayment to Deposit Account No. for any 

additional fee* reared under 37 c.F.R. « 1.16 or i.x7; 
particularly/ extension of time fees. 

Very truly yours, 

BIRCH. STEWART, KDIASCH & BIRCH, LLP 
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r| ATM AMFm rniTirrrff mat^kinc 

The claims are amended as follows: 

Claim 1 if^^) An injection molding soft resin 
composition con^jriaing: 

(A) an echyler»/a-olefin copolymer in an anount of ss to 5 
parts by weight, said copoly««r comprising ethylene and an a- 
olefin of 3 to 10 carbon atoro^/ and 

(B) a thermoplastic elastomer con«>osition in an anu^unt of i 
to 95 parts by weight, said thertnoplastic elastomer con^^oaition 
being obtained by dynamically heat treating a crystalline 
polyolefin resin {a) and an olefin copolymer rubber (b) in the 
presence of a croeslinking agent, 

the total of said con^jonenta (A) and (B) being 100 parts by 

weight, 

wherein the ethylene/a- olefin copolymer (A) has: 
(i) e Shore A hardness C (JIS K 6253)1 of 40 to 95 measured 

accoirdin^ to JIS K 6253 ^ 

(ii> a melt flow rate MFR2.I6 t(ASTM D 1238, 190°C, load of 
2.16 kg)] of 1.0 to 100 g/10 min .peaaured according to A3TM D 
1238 at a load of 2-16 ka ac 190 'C. and 
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(iii) . densicy [ (ASTM D X505) ] of 855 to 900 ks/m* ssasured 



and 



th*. thermoplastic elastomer composition (B) has: 

(i) a gel content of 30 to 100 %, and 

^ J r/TTfi K 6253)1 of 40 to 95 measured 
<ii) a Shore A hardness L{JIS K ©^s>j;i "J- ' 

according «-<■ > JI8 K C253. 

Claim 2 (An^nded) The injection molding soft resin 
co^sition as claimed in claim I. having a shore A hardness 
t(ais K 62S3)1 of 40 to 9S m..sur.d according, to cris K 6253 . and 
a melt flow rate MFR2.I6 t(ASTM D 1238, 190-C. load of 2.16 3cg)3 

of 1.0 to 100 g/10 min ^ ..cordinn m T^STM D 1238 under a 

load of ? -ifi log ae 190 'C . 

Claim 3 (Amended) The injection molding soft resin 
con«,osition as claimed in claim 1 [or 2l . wherein the 
- ethylene/a-olef in copolymer (A) has : 

(iv) a molecular weight distribution (Mw/Mn) , as determined 
by gel permeation chromatography (GPO . of 1 to 3, and 
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/«™ «£ a melt flow rate MFR^* 2/i£ 

(V) a ratio (MFR10/MFR2.I6) « * 

^l<^ o x«.. load =f xo 3/" 

urea. 16 (9/10 i»i"> r»3lns 5 to 20. 

el^,A».n^d, injection aiding so£t r»in 

. J ^ -1,4™ 1 whdrein the ethylene/o-ole£in 
cocnposition as claimed in claim 1, wHerexn t 

^* .1- i«aat two different [two or 
copolymer (A) is a- mixture of »r. least two a 

„.ore kinds of the] ethylene/a- olefin copolymers (A) . 

Claims (Amended) The injection molded article aa claimed 
in claim 5, [having been eubjected to paintin.1 which has be n 
painted on the surface. 

Claim 7 (An«nded) The injection molded article as claimed 
i. claim 16] 5. (having been subjected to, ^ich ha. be^ 
.....ded with a color finish (with a paint] by palntina , »aid 
-color finish being nrovided (made! by coating the surface of the 
injection molded article [of claim 5] with a primer co««>ri.ing a 
«tyrenc elastomer resin having been graft polymerized with a 
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havius an «,^n«no,th^:enicaU. unsaturated s-up and 
then iconductiixg fcbel painting t he surface . 

Clai. 8 (iS«.ended) The injection molded article a. clain^d 
in clain. i^l 1, [having ^^^^^^ which has bee n 

p.o..d.d with a color finish [with a paintl by painting , said 
color finish being provided ln.de] by coating the surface of the 
infection molded a^icle [of claim Sl with a conEOsition 

with - — ^ p^monoethylenicall ^ 

.,.,..u.ated group imi-ture of the primer of claim 7) and a 
photopolymerixation initiator, subjecting the coated surface to 
UV treatment and then Iconducting tbe3 painting the surface ,. 

Claim 9 CiUnended) A toy comprising the injection molded 
article of [any one of claims 5 to 8] clai2_5. 

Claim 10 (Amended) A daily use miscellaneous article 
comprising the injection molded article of [any one of claim. 5 
to 8l claim 5 - 
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